THE  PARKES  PROCESS.
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lelp of constant rabbling and a smoky flame of uniform temperature, is liquated in four hours, the lead accumulating in the lower part of the hearth from which it is tapped out about twice a shift into the kettle. At first
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the charge is deposited chiefly at the lower or cooler end of the hearth, and is only drawn upwards nearer the fire as it loses lead and becomes more infusible. The daily capacity of the furnace is about 9 tons of crust, the